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ADDITIVE FOR ALKALINE BATTERIES 

TECHNICAL FIELD 
This invention relates to batteries. 

BACKGROUND 

Batteries, such as alkaline batteries, are commonly used as energy sources. Generally, 
alkaline batteries have a cathode, an anode, a separator and an alkaline electrolyte solution. The 
cathode can include a cathode material (e.g., nickel oxyhydroxide), carbon particles that enhance 
the conductivity of the cathode, and a binder. The anode can be formed of a gel including zinc 
particles. The separator is disposed between the cathode and the anode. The alkaline electrolyte 
solution, which is dispersed throughout the battery, can be a hydroxide solution such as 
potassium hydroxide. 

Undesirable capacity loss in batteries can be caused by corrosion of battery cans and/or 
self-discharge of the anode or cathode. For example, in an alkaline battery containing a gelled 
zinc anode and a nickel oxyhydroxide cathode, self-discharge at the anode can involve reduction 
of water (which leads to hydrogen gas evolution) and at the cathode can involve oxidation of 
water (which leads to oxygen gas evolution), respectively. These self-discharging reactions can 
greatly decrease cell discharge capacity, especially during storage. Having excellent capacity 
retention during storage can be an important feature of batteries, especially for primary batteries, 
which are not designed to be rechargeable. 

SUMMARY 

An alkaline battery has a cathode containing a gold salt. Such an alkaline battery exhibits 
excellent high power performance, as well as excellent capacity retention, especially during 
storage, for example, at high temperature. 

hi one aspect, an alkaline battery includes a cathode containing nickel oxyhydroxide and 
a gold salt, an anode, a separator between the anode and the cathode, and an alkaline electrolyte. 
The anode includes zinc. 

The nickel oxyhydroxide can include gamma-nickel oxyhydroxide (e.g., non-fractured 
spherical gamma-nickel oxyhydroxide). The nickel oxyhydroxide can include beta-nickel 
oxyhydroxide, which can include non-fractured spherical particles. The nickel oxyhydroxide can 
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be cobalt oxyhydroxide-modified nickel oxyhydroxide (e.g., cobalt oxyhydroxide-coated 
gamma-nickel oxyhydroxide). The nickel oxyhydroxide can be derived from alpha-nickel 
hydroxide or beta-nickel hydroxide, which can include non-fractxired spherical particles. The 
beta-nickel oxyhydroxide can be derived from a beta-nickel hydroxide precursor, which can 
include non- fractured, substantially spherical particles. The nickel hydroxide can be a cobalt 
hydroxide-modified nickel hydroxide (e.g., cobalt hydroxide-coated nickel hydroxide). 

The gold salt can be gold (+3) oxide, gold (+3) sulfide, gold (+3) hydroxide, or gold (+3) 
acetate. The cathode can include less than 1000 ppm, for example, between 5 ppm and 1000 
ppm, between 10 ppm and 200 ppm, or between 15 and 100 ppm, of a gold salt. 

The cathode can include an oxidizing additive that is more strongly oxidizing than nickel 
oxyhydroxide. Examples of such an oxidizing additive include NaOCl, Na2S208, KiSiOg, 
KMn04, BaMn04, BaFe04, AgMn04 or AgO. 

The cathode can be housed in a can coated on an inside surface with graphite, titanium 
nitride, titanium oxynitride, or gold. The coating can be a thin layer. The layer thickness can 
range from 5 to 25 microns. 

The anode can include a gelling agent, zinc particles, and, optionally, minor amounts of 
other additives, such as a gassing inhibitor. 

The alkaline battery can be a primary battery. 

The capacity loss of the alkaline battery having a cathode including the gold salt can be 
less than 30%, less than 20%, or less than 10% after storing the battery at 60°C for 4 weeks. 

In another aspect, a method of manufacturing an alkaline battery including a cathode 
containing nickel oxyhydroxide and a gold salt, an anode, a separator between the anode and the 
cathode, and an alkaline electrolyte includes obtaining the cathode, and assembling the cathode, 
the anode, and the separator between the cathode and the anode to form the alkaline battery. The 
cathode mixture includes nickel oxyhydroxide, a gold salt, conductive carbon and an alkaline 
electrolyte. The anode includes zinc. The cathode mixture can be prepared by adding an 
aqueous alkaline solution containing the alkaline electrolyte and a gold salt to an admixture of 
nickel oxyhydroxide and conductive carbon. The admixture can be prepared by dry mixing 
powders of nickel oxyhydroxide and conductive carbon. 

Other features and advantages of the invention will be apparent from the description and 
drawings, and from the claims. 
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DESCRIPTION OF DRAWINGS 

Figure 1 is a cross-section view of a battery. 

Figure 2 is a graph depicting discharge curves for button cells with cathodes containing 
gamma-nickel oxyhydroxide, natural graphite, and gold (+3) oxide discharged at low rate (i.e., 3 
mA) fresh and after storage for 1, 2, and 4 weeks. 

Figure 3 is a graph depicting discharge curves for button cells with cathodes containing 
unfractured, substantially spherical gamma-nickel oxyhydroxide, natural graphite, and gold (+3) 
oxide discharged at high rate (i.e., 43 mA) fresh and after storage for 1, 2, and 4 weeks. 

DETAILED DESCRIPTION 

Referring to the Figure 1, battery 10 includes a cathode 12, an anode 14, a separator 16 
and a cylindrical housing 18. Battery 10 also includes current collector 20, seal 22, and a 
negative metal top cap 24, which serves as the negative terminal for the battery. The cathode is 
in contact with the housing, and the positive terminal of the battery is at the opposite end of the 
battery from the negative terminal. An electrolytic solution is dispersed throughout battery 10. 
Battery 10 can be, for example, an AA, AAA, AAAA, C, or D cylindrical battery. Altematively, 
battery 10 can be a prismatic, laminar or thin battery or a coin or button cell. 

Cathode 12 includes a cathode material, conductive carbon particles, a gold salt, an 
electrolyte solution, and, optionally, a binder. Optionally, cathode 12 can also include an 
oxidative additive. 

The cathode material can include a nickel oxyhydroxide, such as gamma-nickel 
oxyhydroxide or a cobalt oxyhydroxide-modified gamma-nickel oxyhydroxide or beta-nickel 
oxyhydroxide or a cobalt oxyhydroxide-modified beta-nickel oxyhydroxide. The nickel 
oxyhydroxide can be non-fractured substantially spherical nickel oxyhydroxide particles. The 
nickel oxyhydroxide can be obtained by chemical oxidation, for example, by treating a nickel 
hydroxide with an aqueous solution of sodium or potassiimi peroxydisulfate, or sodium 
hypochlorite, or with ozone gas. The nickel oxyhydroxide can be a non-fractured, substantially 
spherical particle. The nickel oxyhydroxide can include a beta-nickel oxyhydroxide, a cobalt 
oxyhydroxide-modified beta-nickel oxyhydroxide, a gamma-nickel oxyhydroxide or a cobalt 
oxyhydroxide-modified gamma-nickel oxyhydroxide. 
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The gamma-nickel oxyhydroxide can be prepared by oxidizing (e.g., by ozonation) alpha- 
nickel hydroxide. See, for example, U.S. Appln. No. 09/633,067, which is incorporated by 
reference in its entirety. Gamma-nickel oxyhydroxide that is prepared by oxidation of beta- 
nickel hydroxide can experience relatively large crystallographic expansion, which results in 
fragmentation of the resultant gamma-nickel oxyhydroxide particles. Fragmentation of the 
particles can increase the interfacial area of the gamma-nickel oxyhydroxide electrode in contact 
with the electrolyte, resulting in increased oxidation of water in the electrolyte and a significant 
capacity loss upon storage. When alpha-nickel hydroxide is used as the precursor, the 
crystallographic lattice expansion is minimal and the degree of fracturing can be significantly 
reduced, which in turn, can lower the extent of self-discharge because of a decrease in the 
cathode interfacial area in contact with the electrolyte. See, for example, U.S. Appln. No. 
09/633,067. 

The cobalt oxyhydroxide-modified nickel oxyhydroxide can include a coating of a cobalt 
oxyhydroxide on a nickel oxyhydroxide particle. The coating can be substantially uniform. The 
coating can include between 2% and 10% cobalt hydroxide by weight. The cobalt oxyhydroxide 
can improve electrical contact between particles in the cathode and can protect the surface of the 
nickel oxyhydroxide from reduction by the electrolyte. The cobalt oxyhydroxide-modified 
nickel oxyhydroxide can be prepared by chemical or electrochemical oxidation of cobalt 
hydroxide-coated nickel hydroxide (e.g., by coating a layer of cobalt hydroxide onto the surface 
of the nickel hydroxide particles prior to oxidation to gamma-nickel oxyhydroxide). In certain 
embodiments, the cathode material contains non-fractured gamma-nickel oxyhydroxide particles 
prepared from a cobalt hydroxide-coated alpha-nickel hydroxide precursor particles. 

The cathode material can include an oxidizing additive. Such an oxidizing additive is 
more readily reduced than the active cathode material (e.g., nickel oxyhydroxide). The oxidizing 
additive can serve as a sacrificial additive in the presence of the alkaline electrolyte. Examples 
of oxidizing additives when the cathode material includes nickel oxyhydroxide can include 
NaOCl, Na2S208, K2S2O8, KMn04, BaMn04, BaFe04, AgMn04 and AgO. The oxidizing 
additive can be physically mixed with the other cathode components, or, alternatively, one or 
more of the cathode components can be treated with a solution containing the oxidizing additive. 
The oxidizing additive also can be generated in situ from a precursor during the chemical 
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oxidation process. Preferably, the cathode contains 0.2 to 15 wt %, greater than 0.5 to 12 wt %, 
or 1 to 10 wt % of the oxidizing additive. 

Cathode materials or starting materials for making the cathode materials can be obtained 
from H.C. Starck Gmbh & Co. (e.g., substantially spherical alpha-nickel hydroxide or cobalt 
hydroxide-coated spherical alpha-nickel hydroxide) and JMC Tanaka Chemical Corp., Fukui, 
Japan (spherical nickel hydroxide Tanaka Type Z; cobalt hydroxide-coated spherical nickel 
hydroxide Tanaka Type CoZD). Generally, the cathode can include, for example, between 60 
wt% and 95 wt%, between 80 wt% and 90 wt%, or between 86 wt% and 88 wt% of cathode 
material. 

The conductive carbon particles can include graphite particles. The graphite can be 
synthetic graphite including an expanded graphite, non-synthetic graphite, natural graphite, or a 
blend thereof. Suitable natural graphite particles can be obtained from, for example, Brazilian 
Nacional de Grafite (Itapecerica, MG Brazil, NdG MP-0702x grade) or Superior Graphite Co. 
(Chicago, IL, ABG-grade). Suitable expanded graphite particles can be obtained, for example, 
from Chuetsu Graphite Works, Ltd. (Chuetsu grades WH-20A and WH-20AF) of Japan or 
Timcal America (Westlake, OH, KS-Grade). The cathode can include, for example, between 2 
wt% and 10 wt%, between 3 wt % and 8 wt%, or between 4 wt % and 6 wt % conductive carbon 
particles. 

The gold salt can include a gold (+3) salt. Examples of a gold salt that can be included in 
the cathode material include gold (+3) oxide, gold (+3) hydroxide, gold (-1-3) sulfide, or gold (-f-3) 
acetate. The amount of gold salt in the cathode can range from 2 ppm to 1000 ppm, from 5 ppm 
to 250 ppm, or from 10 ppm to 100 ppm. 

The gold salt can be incorporated into the cathode by mixing an appropriate amount of 
dry gold salt powder thoroughly with suitable amounts of the cathode material (e.g., gamma- 
nickel oxyhydroxide) and the conductive carbon particles (e.g., natural or expanded graphite 
powder, or mixtures thereof) manually using a mortar and pestle or mechanically using a high 
speed blade mill under an inert atmosphere. Incorporation of high concentrations (e.g., about or 
greater than 1,000 ppm) of gold salt in the cathode can lead to dissolution of gold ions in the 
electrolyte and permeation of gold ions through the separator into the anode, that can result in 
deposition of metaUic gold onto the zinc anode and promote undesirable hydrogen gas 
production. 
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Alternatively, a gold salt can be incorporated into the cathode by dissolving the salt in the 
alkaline electrolyte on the cathode side of the separator. For example, a dilute solution of gold 
salt dissolved in alkaline electrolyte could be used to pre-wet the cathode prior to cell assembly. 
A dilute aqueous solution of gold sah (e.g., gold (+3) hydroxide, gold (+3) oxide, gold (+3) 
sulfide, gold (+3) acetate, or mixtures thereof) can be prepared by boiling the gold salt in 
aqueous potassium hydroxide (e.g., 45 wt% potassium hydroxide in water) to obtain a 
concentration of about 0.5 mg/ml (i.e., about 500 ppm). In one example, 5 wt % (based on the 
total cathode weight) of the dilute gold salt solution can be used to wet an admixture of gamma- 
nickel oxyhydroxide and graphite particles and provides a total cathode content of about 13-15 
ppm gold salt. Care should be taken when making the gold salt-containing solution since the 
gold solutions can be prone to photoreduction, resulting in production of metallic gold particles. 
Photoreduction can be minimized or avoided by protecting the dilute gold salt-containing 
solution from light (e.g., by storing the solutions in dark or opaque bottles). 

Altematively, a gold salt can be incorporated into the cathode by first adding the salt to 
the nickel hydroxide powder prior to oxidation to nickel oxyhydroxide. The gold salt can be 
added to the alpha-nickel hydroxide as dry powders or dissolved in the alkaline electrolyte on the 
cathode side of the separator sheet. 

Other additives can be added to the cathode. For example, other additives such as TeOi, 
CaS, Bi203, or a thulium salt (e.g., thulium (+3) oxide, TmaOa, or thuUum (+3) sulfate, 
Tm2(S04)3) can be added to stabilize nickel oxyhydroxide cathodes. Other cathode additives can 
include zinc oxide, calcium fluoride, calcium hydroxide, yttrium oxide, cobalt metal powder, or 
other metal salts such as NiO, Mn02, Zn(0H)2, CaO, Ca(0H)2, CaS04, MgO, Mg(0H)2, MgS04, 
Ba(0H)2, BaS04, Sr(0H)2, Yb203, Y(0H)3, Er203, In203, Sb203, Ti02 (anatase or rutile), 
BaTi03, CaTi03, Gd203, Sm203, Ce02, CdO, Ag20, BaO, CaW04, CaSi205, or SrTi03. 

Examples of binders can include polyethylene, polyacrylic acid, or a fluorocarbon resin, 
such as PVDF or PTFE. An example of a polyethylene binder is sold under the trade name 
COATHYLENE HA- 1681 (available from Hoescht). The cathode can include, for example, 
between 0.1 wt % and 4 wt %, or between 0.5 wt % and 2 wt % binder. 

The electrolyte solution can be dispersed through cathode 12, and the weight percentages 
provided above and below are determined after addition of the electrolyte solution. 
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Anode 14 can be formed of any of the standard zinc materials used in battery anodes. For 
example, anode 14 can be a zinc slurry that can include zinc metal particles, a gelling agent, and 
minor amounts of additives, such as a gassing inhibitor. In addition, a portion of the electrolyte 
solution can be dispersed throughout the anode. 

The zinc particles can be any of the zinc particles conventionally used in slurry anodes. 
Examples of zinc particles can include those described in U.S. Appln. No. 08/905,254, U.S. 
Appln. No. 09/115,867, or U.S. Appln. No. 09/156,915, each of which is hereby incorporated by 
reference in its entirety. The anode can include, for example, between 60 wt % and 80 wt %, 
between 65 wt % and 75 wt%, or between 67 wt % and 71 wt % of zinc particles. 

The electrolyte can be an aqueous solution of alkali hydroxide, such as potassium 
hydroxide or sodium hydroxide. The electrolyte can contain between 15 wt % and 60 wt %, 
between 20 wt % and 55 wt %, or between 30 wt % and 50 wt % alkah hydroxide dissolved in 
water. The electrolyte can contain 0 wt % to 4 wt % alkali oxide, such as zinc oxide. 

Examples of a gelling agent can include a polyacrylic acid, a grafted starch material, a 
salt of a polyacrylic acid, a carboxymethylcellulose, a salt of a carboxymethylcellulose (e.g., 
sodium carboxymethylcellulose) or combinations thereof Examples of a polyacrylic acid 
includes CARBOPOL 940 and 934 (available from B.F. Goodrich) and POLYGEL 4P (available 
from 3V), and an example of a grafted starch material includes WATERLOCK A221 or A220 
(available from Grain Processing Corporation, Muscatine, lA). An example of a salt of a 
polyacrylic acid includes ALCOSORB Gl (available from Ciba Specialties). The anode can 
include, for example, between, between 0.05 wt % and 2 wt %, or between 0.1 wt % and 1 wt % 
gelling agent. 

A gassing inhibitor can include an inorganic material, such as bismuth, tin, or indium. 
Alternatively, a gassing inhibitor can include an organic compound, such as a phosphate ester, an 
ionic surfactant or a nonionic surfactant. Examples of ionic surfactants are disclosed in, for 
example, U.S. Patent No. 4,777,100, which is hereby incorporated by reference in its entirety. 

Separator 16 can be a conventional alkaline battery separator. In some embodiments, 
separator 16 can be formed of two layers of non- woven, non-membrane material with one layer 
being disposed along a surface of the other. For example, to minimize the volume of separator 
16 while providing an efficient battery, each layer of non- woven, non-membrane material can 
have a basic weight of about 54 grams per square meter, a thickness of about 5.4 mils when dry 
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and a thickness of about 10 mils when wet. The layers can be substantially devoid of fillers, 
such as inorganic particles. 

In other embodiments, separator 16 can include a layer of cellophane combined with a 
layer of non- woven material. The separator also can include an additional layer of non-woven 
material. The cellophane layer can be adjacent cathode 12 or the anode. The non- woven 
material can contain from 78 wt % to 82 wt % polyvinyl alcohol and from 18 wt % to 22 wt % 
rayon with a trace amount of a surfactant, such as non-woven material available from PDM 
under the tradename PA25. 

Housing 18 can be a conventional housing commonly used in primary alkaline batteries, 
for example, nickel plated cold-rolled steel The housing can include an inner metal wall and an 
outer electrically non-conductive material such as a heat shrinkable plastic. Optionally, a layer 
of conductive material can be disposed between the inner wall and cathode 12. The layer can be 
disposed along the inner surface of the inner wall, along the circumference of cathode 12, or 
both. The conductive layer can be formed, for example, of a carbonaceous material (e.g., 
colloidal graphite), such as LBIOOO (Timcal), Eccocoat 257 (W.R. Grace & Co.), Electrodag 109 
(Acheson Colloids Company), Electrodag EB-009 (Acheson), Electrodag 1 12 (Acheson) and 
EB0005 (Acheson). Methods of applying the conductive layer are disclosed in, for example, 
Canadian Patent No. 1,263,697, which is hereby incorporated by reference in its entirety. 
Optionally, a corrosion-resistant coating such as gold, titanium nitride or titanium oxynitride can 
be applied to the inner metal wall of the housing. 

Current collector 28 can be made from a suitable metal, such as brass. Seal 30 can be 
made, for example, of a nylon. 

Batteries (button cells) containing a gold salt in the cathode were prepared according to 
the following examples. The gravimetric or specific capacity losses of the batteries after storage 
at elevated temperatures (e.g., 60°C) were tested at room temperature as described. 
EXAMPLE 1 

Pressed cathode disks suitable for inclusion in 635-type button cells were prepared 
according to the following procedure. An admixture of 1.80 g gamma-nickel oxyhydroxide, 1.05 
g natural graphite (Nacional de Grafite MP-0702x) powders was intimately mixed with 0.15 g of 
an alkahne solution containing gold (+3) hydroxide dissolved in 45% (w/w) aqueous potassium 
hydroxide at a concentration of 0.5 mg/ml using a mortar and pestle or mechanically in a high 
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speed laboratory blade mill (e.g., Waring mixer/mill) protected from air. The mixture optionally 
can be dried in a vacuimi desiccator at room temperature. The nominal gold (+3) concentration 
in the dried cathode mixture was about 13 ppm. 

The aqueous gold (+3) hydroxide solution was prepared by adding 0.050 g Au(0H)3 
(commercially available from Alfa/Aesar) with stirring to a glass Erlenmeyer flask containing 
100 ml of 45% (w/w) potassium hydroxide solution and boiling for about 15 minutes until the 
solution was clear. After cooling solution to room temperature, sufficient water was added to 
compensate for the volume lost to evaporation. The gold (+3) hydroxide solution was protected 
from light to minimize photoreduction. 

Cathode disks were prepared by pressing about 0.3 g of wet cathode mixture containing 
the gold (+3) hydroxide additive directly into a nickel grid welded to the bottom of the cathode 
can at an applied pressure of 10,000 pounds. The button cells were assembled by placing a 
porous separator containing a layer of cellophane combined with a layer of a non-woven 
polymeric material (e.g., "Duralam" or PDM "PA25") on top of the cathode and adding 2.6 g of 
a gelled zinc slurry containing about 60 wt% zinc alloy powder, electrolyte containing 38 wt% 
potassium hydroxide and about 2 wt% zinc oxide, and about 0.5 wt% of a polymeric gelling 
agent. The performance of the assembled button cells was evaluated at nominally high (e.g., 43 
mA) and low (e.g., 3 mA) rates of discharge. Cells were tested when freshly made or after 
storage in an oven at 60**C for 1, 2 or 4 weeks, corresponding to Examples la, lb, Ic, and Id, 
respectively. Open circuit voltage (OCV) values were measured inmiediately before discharge 
and the average values listed in Table 1. The values were averaged for 4-5 identical button cells. 
Specific capacities were determined after discharge to a cut-off voltage of 0.6 V for both fresh 
("Initial capacity") and stored ("Stored capacity") cells. The percent capacity loss was calculated 
as the difference between these two values. Average specific capacities and cumulative percent 
capacity losses are listed in Table 2. Percent capacity loss was calculated for each test by the 
following equation: (1 - (Storage Capacity)/(Initial Capacity))* 100%. 
EXAMPLE 2 

In the same manner as described in Example 1, pressed cathode disks were prepared from 
a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powders, and 0.15 g of an alkaline solution containing gold 
(+3) oxide (Alfa/Aesar) dissolved in 45% (w/w) aqueous potassium hydroxide at a concentration 
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of 0.5 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) oxide-containing 
solution were intimately mixed using a mortar and pestle or mechanically in a high speed 
laboratory blade mill (e.g.. Waring mixer/mill). The gold (+3) oxide solution was prepared in 
the same manner as the gold (+3) hydroxide solution described in Example 1 . The nominal gold 
(+3) concentration in the dried cathode mixture was about 15 ppm. Cathodes were prepared by 
pressing about 0.3 g of wet cathode mixture containing the gold (+3) oxide additive directly into 
each can. OCV values were measured immediately before discharge and average values are 
listed in Table 1. The cells were tested at nominally high (e.g., 43 mA) and low (e.g., 3 mA) 
rates of discharge when freshly made or after storage in an oven at 60®C for 1, 2 or 4 weeks 
storage, corresponding to Examples 2a, 2b, 2c, and 2d, respectively. Average specific capacities 
and cumulative percent capacity losses are listed in Table 2. 
EXAMPLE 3 

In the same manner as described in Example 1, pressed cathode disks were prepared from 
a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powders, and 0.15 g of a basic solution containing gold (+3) 
sulfide (Alfa/Aesar) dissolved in 45% (w/w) aqueous potassium hydroxide at a concentration of 
0.5 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) sulfide-containing 
solution were intimately mixed using a mortar and pestle or mechanically in a high speed 
laboratory blade mill (e.g.. Waring mixer/mill). The gold (+3) sulfide solution was prepared in 
the same manner as the gold (+3) hydroxide solution described in Example 1. The nominal gold 
(+3) concentration in the dried cathode mixture was about 13 ppm. Cathodes were prepared by 
pressing about 0.3 g of wet cathode mixture containing the gold (-1-3) sulfide additive directly 
into each can. OCV values were measured immediately before discharge and are average values 
Usted in Table 1 below. The cells were tested at nominally high (e.g., 43 mA) and low (e.g., 3 
mA) rates of discharge when freshly made or after storage in an oven at 60°C for 1, 2 or 4 weeks 
storage, corresponding to Examples 3a, 3b, 3c, and 3d, respectively. Average specific capacities 
and cumulative percent capacity losses are Hsted in Table 2. 
COMPARATIVE EXAMPLE 1 

Cathode disks were prepared from an admixture containing 1.80 g gamma-nickel 
oxyhydroxide, 1.05 g natural graphite (Nacional de Grafite MP-0702x) powders, and 0.15 g of 
electrolyte solution containing 38 wt% potassium hydroxide and about 2 wt% zinc oxide. The 
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gamma-nickel oxyhydroxide, graphite, and zinc oxide-containing electrolyte solution were 
intimately mixed using a mortar and pestle or mechanically in a high speed laboratory blade mill 
(e.g., Waring mixer/mill). Cathodes were prepared by pressing about 0.3 g of the wet cathode 
mixture directly into each can as described in Example 1 . The cathodes did not contain a gold 
salt. OCV values were measured immediately before discharge and average values are listed in 
Table 1. The button cells were tested at nominally high (e.g., 43 mA) and low (e.g., 3 mA) rates 
of discharge when freshly made or after storage in an oven at 60®C for 1, 2 or 4 weeks storage, 
corresponding to Comparative Examples la, lb, Ic, and Id, respectively. Average specific 
capacities and cumulative capacity losses are listed in Table 2. 
COMPARATIVE EXAMPLE 2 

Cathode disks were prepared from an admixture of 2.70 g gamma-nickel oxyhydroxide, 
1.575 g natural graphite (Nacional de Grafite MP-0702x), and 0.0135 g of gold (+3) hydroxide 
(Alfa/Aesar) powders that were intimately mixed with 0.225 g of an aqueous electrolyte solution 
containing 38 wt% potassium hydroxide and about 2 wt% zinc oxide using a mortar and pestle or 
mechanically in a high speed laboratory blade mill (e.g., Waring mixer/mill). Cathode disks 
were prepared by pressing about 0.3 g of the wet cathode mixture containing the gold (+3) 
hydroxide additive directly into each can as described in Example 1. The cathodes contained 
about 5000 ppm gold (+3) salt. OCV of the freshly prepared cells measured immediately before 
discharge gave an average value of 1.793 V. OCV of cells after storage for 1 week in an oven at 
60®C measured immediately before discharge at room temperature gave an average value of 1.68 
V. The cells were tested at nominally high (e.g., 43 mA) and low (e.g., 3 mA) rates of discharge 
when freshly made or after storage in an oven at 60°C for 1 week, corresponding to Comparative 
Examples 2a and 2b, respectively. Cumulative capacity loss was about 25% for low rate. Nearly 
all the remaining cells burst before the end of 2 weeks storage at 60**C. 
COMPARATIVE EXAMPLE 3 

Cathode disks were prepared from an admixture of 2.646 g gamma-nickel oxyhydroxide, 
1.575 g natural graphite (Nacional de Grafite MP-0702x), and 0.054 g of gold (+3) hydroxide 
(Alfa/Aesar) powders that was intimately mixed with 0.225 g of an aqueous electrolyte solution 
containing 38 wt% potassium hydroxide and about 2 wt% zinc oxide. The gamma-nickel 
oxyhydroxide, graphite, and the electrolyte solution were intimately mixed using a mortar and 
pestle or mechanically in a high speed laboratory blade mill (e.g.. Waring mixer/mill). Cathode 
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disks were prepared by pressing about 0.3 g of the wet cathode mixture containing the gold (+3) 
hydroxide additive directly into each can as described in Example 1 . OCV of the freshly 
prepared cells measured immediately before discharge gave an average value of 1.797 V. Only 
the freshly prepared cells could be tested at nominally high (e.g., 43 mA) and low (e.g., 3 mA) 
rates of discharge, corresponding to Comparative Example 3 a. All of the cells placed in the oven 
at 60°C vented within one hour. 
EXAMPLE 4 

In the same manner as described in Example 1, pressed cathode disks were prepared from 
a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powder, and 0.15 g of an alkaline solution containing gold (+3) 
hydroxide (Alfa/Aesar) dissolved in 45 wt% aqueous potassium hydroxide at a nominal 
concentration 1 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) hydroxide 
solution were mixed intimately by hand using a mortar and pestle or mechanically in a high 
speed laboratory blade mill (e.g., Waring mixer/mill). The gold (+3) hydroxide solution was 
prepared as in Example 1. The nominal gold (+3) concentration in the dried cathode was about 
26 ppm. Cathodes were prepared by pressing about 0.3 g of wet cathode mix containing the gold 
(+3) hydroxide directly into the cathode can as in Example 1 . OCV values were measured 
immediately before discharge and average values are given in Table 1. The cells were tested at 
nominally high (e.g., 43 mA) and low (e.g., 3 mA) rates of discharge when freshly made or after 
storage in an oven at 60**C for 1, 2 or 4 weeks storage, corresponding to Examples 4a, 4b, 4c, and 
4d, respectively. Average values for specific capacities and cumulative percent capacity losses 
are given in Table 2. 
EXAMPLE 5 

In the same manner as described in Example 1, pressed cathode disks were prepared from 
a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powder, and 0.15 g of an alkahne solution containing gold (+3) 
oxide (Alfa/Aesar) dissolved in 45 wt% aqueous potassium hydroxide at a nominal concentration 
1 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) oxide solution were 
mixed intimately by hand using a mortar and pestle or mechanically in a high speed laboratory 
blade mill (e.g., Waring mixer/mill). The gold (+3) oxide solution was prepared as in Example 
1. The nominal gold (+3) concentration in the dried cathode was about 25 ppm. Cathodes were 
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prepared by pressing about 0.3 g of wet cathode mix containing the gold (+3) oxide directly into 
the cathode can as in Example 1 . OCV values were measured immediately before discharge and 
average values are given in Table 1. The cells were tested at nominally high (e.g., 43 mA) and 
low (e.g., 3 mA) rates of discharge when freshly made or after storage in an oven at 60''C for 1, 2 
or 4 weeks storage, corresponding to Examples 5a, 5b, 5c, and 5d, respectively. Average values 
for specific capacities and cumulative percent capacity losses are given in Table 2. 
EXAMPLE 6 

In the same manner as described in Example 1, pressed cathode disks were prepared from 
a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powder, and 0.15 g of an alkaline solution containing gold (+3) 
sulfide (Alfa/Aesar) dissolved in 45 wt% aqueous potassium hydroxide at a nominal 
concentration 1 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) sulfide 
solution were mixed intimately by hand using a mortar and pestle or mechanically in a high 
speed laboratory blade mill (e.g., Waring mixer/mill). The gold (+3) sulfide solution was 
prepared as in Example 1. The nominal gold (+3) concentration in the dried cathode was about 
30 ppm. Cathodes were prepared by pressing about 0.3 g of wet cathode mix containing the gold 
(+3) hydroxide directly into the cathode can as in Example 1 . OCV values were measured 
immediately before discharge and average values are given in Table 1 . The cells were tested at 
nominally high (e.g., 43 mA) and low (e.g., 3 mA) rates of discharge when freshly made or after 
storage in an oven at 60°C for 1, 2 or 4 weeks storage, corresponding to Examples 6a, 6b, 6c, and 
6d, respectively. Average values for specific capacities and cumulative percent capacity losses 
are given in Table 2. 
COMPARATIVE EXAMPLE 4 

Li the same manner as described in Example 1, pressed cathode disks were prepared from 
a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powder, and 0.15 g of an alkaline solution containing gold (+3) 
hydroxide (Alfa/Aesar) dissolved in 45 wt% aqueous potassium hydroxide at a nominal 
concentration 0.25 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) 
hydroxide solution were mixed intimately by hand using a mortar and pestle or mechanically in a 
high speed laboratory blade mill (e.g.. Waring mixer/mill). The gold (+3) hydroxide solution 
was prepared as in Example 1 . The nominal gold (+3) concentration in the dried cathode was 
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about 6 ppm. Cathodes were prepared by pressing about 0.3 g of wet cathode mix containing the 
gold (+3) hydroxide directly into the cathode can as in Example 1. OCV values were measured 
immediately before discharge and average values are given in Table 1 . The cells were tested at 
nominally high (e.g., 43 mA) and low (e.g., 3 mA) rates of discharge when freshly made or after 
5 storage in an oven at 60''C for 1, 2 or 4 weeks storage, corresponding to Comparative Examples 
4a, 4b, 4c, and 4d, respectively. Average values for specific capacities and cumulative percent 
capacity losses are given in Table 2. 
COMPARATIVE EXAMPLE 5 

In the same manner as described in Example 1, pressed cathode disks were prepared from 
10 a cathode mixture containing 1.80 g gamma-nickel oxyhydroxide, 1.05 g natural graphite 

(Nacional de Grafite MP-0702x) powder, and 0.15 g of an alkaline solution containing gold (+3) 
oxide (Alfa/Aesar) dissolved in 45 wt% aqueous potassium hydroxide at a nominal concentration 
L 0.25 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) oxide solution were 
C3 mixed intimately by hand using a mortar and pestle or mechanically in a high speed laboratory 

ru 

j'yis blade mill (e.g.. Waring mixer/mill). The gold (+3) oxide solution was prepared as in Example 
1. The nominal gold (+3) concentration in the dried cathode was about 6 ppm. Cathodes were 

ry prepared by pressing about 0.3 g of wet cathode mix containing the gold (+3) oxide directly into 

the cathode can as in Example 1. OCV values were measured immediately before discharge and 

^ ^ average values are given in Table 1 . The cells were tested at nominally high (e.g., 43 mA) and 

fy 

^520 low (e.g., 3 mA) rates of discharge when freshly made or after storage in an oven at 60°C for 1, 2 

n 

J J or 4 weeks storage, corresponding to Comparative Examples 5a, 5b, 5c, and 5d, respectively. 

Average values for specific capacities and cumulative percent capacity losses are given in Table 
2. 

COMPARATIVE EXAMPLE 6 

25 In the same manner as described in Example 1, pressed cathode disks were prepared from 

a cathode mixture containing 1.80 g ganuna-nickel oxyhydroxide, 1.05 g natural graphite 
(Nacional de Grafite MP-0702x) powder, and 0.15 g of an alkaline solution containing gold (+3) 
sulfide (Alfa/Aesar) dissolved in 45 wt% aqueous potassium hydroxide at a nominal 
concentration 0.25 mg/ml. The gamma-nickel oxyhydroxide, graphite, and the gold (+3) sulfide 

30 solution were mixed intimately by hand using a mortar and pestle or mechanically in a high 
speed laboratory blade mill (e.g.. Waring mixer/mill). The gold (+3) sulfide solution was 
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prepared as in Example 1. The nominal gold (+3) concentration in the dried cathode was about 8 
ppm. Cathodes were prepared by pressing about 0.3 g of wet cathode mix containing the gold 
(+3) hydroxide directly into the cathode can as in Example 1. OCV values were measured 
immediately before discharge and average values are given in Table 1 . The cells were tested at 
nominally high (e.g., 43 mA) and low (e.g., 3 mA) rates of discharge when freshly made or after 
storage in an oven at 60°C for 1, 2 or 4 weeks storage, corresponding to Examples 4a, 4b, 4c, and 
4d, respectively. Average values for specific capacities and cumulative percent capacity losses 
are given in Table 2. 
Tables 1 and 2 

OCV values for the button cells described in Examples 1-6 and Comparative Examples 1 
and 4-6 were measured immediately before discharge freshly prepared and after 1, 2 and 4 weeks 
of storage at 60**C, with the average values given in Table 1 below. Specific capacities were 
determined after discharge to a cut-off voltage of about 0.6 V for both firesh ("Initial capacity") 
and stored ("Stored capacity") cells. The specific capacities and cumulative capacity losses for 
button cells containing gamma-nickel oxyhydroxide cathodes pre-wet with various gold (+3) 
salts stored for 1, 2, and 4 weeks at 60°C are summarized in Table 2. The reported results are 
based on the averaged values for 4 to 5 test cells for each specified test condition. 



Table 1 



Example 
No. 


Average 
OCV 
Fresh 


Average 
OCV after 
1 wk@60°C 


Average 
OCV after 

2 wks(%60"'C 


Average 
OCV after 
4 wks@60°C 
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1.816 


1.682 


1.680 


1.674 
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2a-d 


1.771 


1.683 


1.681 


1.676 


3a-d 


1.789 


1.683 


1.681 


1.676 


4a-d 


1.768 


1.677 


1.673 


1.671 


5a-d 


1.754 


1.675 


1.674 


1.670 


6a-d 


1.780 


1.676 


1.676 


1.674 


C4a-d 


1.773 


1.683 


1.680 


1.673 


C5a-d 


1.767 


1.685 


1.682 


1.676 


C6a-d 


1.773 


1.685 


1.682 


1.675 
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Table 2 
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The average OCV values for the cells with cathodes containing various gold (+3) salts 
and control cells without gold (+3) saU additives are given in Table 1. The OCV values for fresh 
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cells were typically substantially higher (about 100 mV) than for those stored for 1, 2 or 4 weeks 
at 60^C. With the exception of the fresh cells, there was very little variation in OCV (i.e., <10 
mV) either as a function of gold (+3) salt type or length of storage at 60°C. Results obtained 
after 2 and 4 weeks storage at suggest that OCV values are substantially lower for cells 
with cathodes containing higher concentrations of gold (+3) salt (i.e., Examples 4c-d, 5c-d, and 
6c-d) compared to identical cells not containing any gold (+3) salt. 

Figure 2 depicts a graphical comparison of discharge curves for button cells with 
cathodes containing unfractured, substantially spherical gamma-nickel oxyhydroxide, natural 
graphite, and gold (+3) oxide discharged at low rate (i.e., 3 mA) fresh and after storage for 1, 2, 
and 4 weeks. 

Figure 3 depicts a graphical comparison of discharge curves for button cells with 
cathodes containing unfractured, substantially spherical gamma-nickel oxyhydroxide, natural 
graphite, and gold (+3) oxide discharged at high rate (i.e., 43 mA) fresh and after storage for 1, 2, 
and 4 weeks. 

. Summarizing the results given in Table 2, the relative capacity loss for batteries described 
in Examples 1-6 after 1 week storage at 60°C were decreased by about 5 to 30 % for low-rate 
(i.e., 3 mA) and about 15 to 85 % for high-rate (i.e., 43 mA) discharge compared to identical 
button cells having cathodes prepared from the same gamma-nickel oxyhydroxide pre-wetted 
with 5 wt% of 38 % potassium hydroxide electrolyte without the gold (+3) salt (i.e., "control" 
cells, see Comparative Example 1). Similarly, the cumulative capacity loss for batteries 
described in Examples 1-6 after 2 weeks storage at 60°C were decreased by about 5 to 25 % for 
low-rate and about 35 to 70 % for high-rate discharge. Finally, the cumulative capacity loss for 
batteries described in Examples 1-6 after 4 weeks storage at 60'^C were decreased by about 10% 
for low-rate and 20-40% for high-rate discharge. The addition of about 15 ppm gold (+3) oxide 
to cathodes containing gamma-nickel oxyhydroxide gave a high-rate cumulative capacity loss 
after 4 weeks at 60°C that is nearly 40% less than the result disclosed in U.S. Appln. No. 
09/633,067 for cells with cathodes containing gamma-nickel oxyhydroxide prepared from the 
same cobalt hydroxide-coated alpha-nickel hydroxide without any gold (+3) salt. Furthermore, 
cumulative capacity loss values at high discharge rates for cells with a cathode containing nickel 
oxyhydroxide and greater than about 15 ppm gold (+3) but less than about 100 ppm gold (+3) 
stored for 4 weeks at 60°C are lower than cumulative capacity loss values for cells with cathodes 
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containing beta-nickel oxyhydroxide treated with an alkaline hydroxide solution and stored for 
about 3 weeks at 60®C before discharge. 

Other embodiments are within the claims. 
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